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Description 

The present Invention relates to degradable polymer compositions capable of being formed by heat and pressure 
into articles having good dimensional stability and physical properties. 
5 It is known that starch may be heated under pressure to form a melt suitable for the production of shaped articles. 

Such starch-based shaped articles may exhibit the disadvantages of relatively poor ptiysical properties under high 
relative humidity conditions and a relatively high tendency to embrittlement under relatively low humidity condittons. 

Attempts to overcome these problems by the replacement of the above mentioned starch by maize starch esters 
having a low degree of substitution, as commonly found In the starch industry, have generally been unsuccessful, often 
10 resulting in weak, brittle, hydrophilic materials having a poor balance of physical properties. It is an object of the present 
invention to overcome, at least in part, the above mentioned disadvantages. 

GB-A-964799 discloses a composition which flows under heat and pressure and which is water soluble comprising 
a derivative of an amylaceous material, a plasticizerfor the derivative and water, said derivative being an ether, ester, 
mixed ether, mixed ester, mixed ether-ester, or a mixture of two or more thereof. It is reported that the MS (moles of 
15 etherifying agent per anhydroglucose unit) of the alkyl or acetyl derivatives should not exceed an MS of 1.5; at MS of 
2 there were water insoluble. Acetyls having MS of 0.3 to 1 .5 are disclosed. 

Industrial and Engineering Chemistry, Vol. 49 No. 8, 1957, pages 1247-1248 describes mixed aliphatic esters of 
amylose which can be converted to films and moulded products. This reference strictly deals with amylose triesters. 

WO 92/19675 concerns moisture-proof, thermoplastic, environmentally friendly, thermoplastically produced prod- 
20 ucts and cast films of processable starch materials consisting of starchy fat acyl compounds obtainable form amylose- 
rich starches and softeners. WO 92/1 9675 is prior art only according to Art. 54 (3) EPC. The reference discloses starch 
acetates and in one aspect suggests to replace part of the acetic acid by long chain acids. 

According to the present invention there is provided a composition as obtained from a melt comprising esterified 
starch, plastictzer and optionally further additives which is characterized in that the esterified starch has a degree of 
25 substitution of from 1 .8 to 2.9, the esterified starch comprising at least two members selected from the group consisting 
of acetate, propionate, butyrate, pentanoate, hexanoate, heptanoate and octanoate, except starch esters having both 
an acetate and Cq carboxylic acid residue, and wherein the plasticizer has the formula 

30 A(COOR)„(OOCRi)„ (I) 

wherein A is a saturated or unsaturated aliphatic or alicyclic residue; n is an integer; m is an integer of zero to 6, 
whereby the sum m + n is an Integer from 1 to 6, and R and R^ are independently of each other, a saturated or! 
unsaturated aliphatic or alicyclic residue having 1 to 20 carbon atoms, or 

35 

A(OH)^(COOR)y(OOCR,), (II) 



wherein A Is a saturated or unsaturated aliphatic or alicyclic residue; x Is an Integer of 1 to 2; y is an integer from zero 
to 4; z is an integer from zero to 4; whereby the sum of y + z is an integer of 2 to 4 and R and R, are independently of 
each other, a saturated or unsaturated aliphatic or alicyclic residue having 1 to 6 carbon atoms, 
or is selected from the group consisting of dimethyl phthalate. diethyl phthalate, dibutyi phthalate, dihexyl phthalate, 
di-2-ethyIhexyl phthalate, di-n-octyl phthalate. di-isooctyl phthalate, di-isononyl phthalate. di-isodecyl phthalate, dlcy- 
clohexylphthalate, dimethylcyclohexyl phthalate, dimethyiglcol phthalate. trichloroethyl phosphate, cresyl di phenyl 
phosphate, triphenyl phosphate, tri-cresyl phosphate, butyl phthalylbutyl glycolate, tributyl phosphate, N-ethyl-o,p-tol- 
uenesulfonamide, diethyleneglycole dibenzoate, dipropylene glycol dibenzoate and mixtures thereof. 

The starch ester is a mixed ester, i.e. having different kinds of ester groups attached to the same molecule, as are 
obtained for example by reaction of starch with a mixed acid anhydrkJe or a mixture of different acid anhydrides. Such 
a mixed acid anhydride may be for example an acid anhydride made from acetic acid and propionic acid; a mixture of 
different acid anhydrides may be for example a mixture of acetic acid anhydride and propionic acid anhydride. 

The esterified starch as used in this invention may be made from a starch as obtained from potatoes, rice, tapioca, 
corn, pea, rye, oats, and wheat with the respective known amylose content. However, the amylose content of the starch 
is preferably at least about 50% by weight with respect to that of the starch. 

The composition may further include one or more members selected from the group consisting of extenders; fillers; 
wood derived materials; oxides of magnesium, aluminum, silicon, and titanium; lubricants; mold release agents; ptas- 
ticisers; stabilisers; colouring agents; flame retardants; boron -containing compounds; alkali and alkaline earth metal 
salts; thermal stabilisers; and melt flow accelerators; and mixtures thereof. 
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The invention further provides the composition according to this invention when shaped into articles, for example 
bottles, strands, sheets, films, packaging materials, pipes, cups, rods, laminated films, sacks, bags, pharmaceutical 
capsules, foams, granulates and powders by a process including injection molding, compression molding, filming, blow 
molding, vacuum forming, thermoforming, extrusion, extrusion moulding, co-extrusion, foaming, profile extrusion and 
5 combinations thereof. 

The invention still further provides the composition of the present invention In the form of a melt. 
The present invention will be further apparent from the following descrlptfon taken in conjunction with the accom- 
panying examples, and appended claims. 

The starch ester is a mixed ester comprising at least two different types of alkylcarbonyl, groups (i.e. of different 
10 lengths) in the same molecule and as such may be of the kind as obtained by reaction of starch with a mixed anhydride 
or with a mixture of different acid anhydrides. 

It is preferred that such mixed starch esters comprise at least two members selected from the group consisting of 
acetate, propionate, butyrate, pentanoate, and hexanoate, residues bound to the same molecule. 

Particularly preferred starch diesters comprise both acetate and propionate groups or both acetate and butyrate 
IS groups or both propionate and butyrate groups or both pentanoate and butyrate groups bound to the same molecule. 

In the case of starch diesters, the ratio of the types of ester groups comprised by the starch ester may vary greatly 
but preferably is in the range of about 1:1 to about 1:20. 

The degree of the total substitution of the esterified starch is from 1 .8 to 2.9. independent of the type of substitution. 
The preferred degree of substitution is from about 1.8 to about 2.5. 
20 Examples of starch esters are given in Table 1 , for illustrative purposes. 



Table 1 





Example No, 


Starch type 


ester type 


degree of substitution 


25 


1. 


corn 


acetate 


1.75 




2. 


corn 


acetate 


2.58 




3. 


corn 


propionate 


1.84 


30 


4. 


corn 


propionate 


2,47 


5. 


Hylon VI r 


acetate 


1.83 




6. 


Hylon VII* 


acetate 


2,34 




7. 


Hylon Vir 


acetate 


2.81 




8. 


Hylon Vir 


propionate 


1.89 






Hylon VII 


propionate 


2.55 




* Hylon VII is a high amylose com starch with an amylose content of about 70%. sold by National Starch and Chemical Co, USA. 



Examples of mixed starch esters are given in Table 2. 

Table 2 



55 



Ex.Nr. 


starch type 


amylose 
content 


ester type (1) 


ester type (2) 


ratio ester 1 : 
ester 2 


total DS* 


10. 


com 


27% 


acetate 


pro'ate 


25:75 


2.36 


11. 


corn 


27% 


acetate 


pro'ate 


50:50 


1.85 


12. for 

illustrative 

purpose 


corn 


27% 


acetate 


pro'ate 


75:25 


1.60 


13. 


com 


27% 


acetate 


but'ate 


06:95 


1.82 


14. 


com 


27% 


acetate 


but'ate 


40:60 


2.05 


15. 


com 


27% 


acetate 


but'ate 


95:05 


2.59 



* B degree of substitution 
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Table 2 (continued) 



Ex.Nr. 



starch type 


amylose 
content 


ester type (1) 


ester type (2) 


ratio ester 1 : 
ester 2 


total DS* 


16. 


corn** 


70% 


acetate 


pro'ate 


25:75 


2.06 


• 17. 


com** 


70% 


acetate 


pro'ate ' 


50:50 


1.84 


18. 


com** 


70% 


acetate 


pro'ate 


75:25 


1.77 


19. 


corn** 


70% 


acetate 


but'ate 


05:95 


1.87 


20. 


com** 


70% 


acetate 


but'ate 


40:60 


2.06 


21. 


corn** 


70% 


acetate 


but'ate 


95:05 


2.73 



* = degree of substitution 
com** = Hylon VII 



IS pro'ate s propionate 
but' rates butyrate 

Within the scope of this invention, any type of commercially available starch to produce the esterified starch may 
be used such as native starch selected from potatoes, rice, tapioca, corn, pea, rye, oats, maize, barley and wheat. 
20 However it is preferred that the amylose content of the starch is at least about 50% and preferably is higher than this, 
typically being in the range of about 70% by weight with respect to that of the starch. 

A highly suitable starch is the high amylose genetically modified corn starch, Hylon VII, having an amylose content 
of about 75%, 'available from National Starch and Chemical Company of Finderne Avenue, Bridgewater, New Jersey 
NJ 08807. USA. ' 

25 Whilst the substituted high amylose starches present In the inventive compositions are thermoplastic per se. ie In 

the absence of an added plasticiser, the composition further comprises a plasticiser by which the melting temperature 
of the esterified starch is be reduced and the processabilily thereof improved. . 

Preferably, the plasticiser is present in an amount of from 5 to 60% by weight with respect to that of the starch. 
The plasticiser may have a molecular weight of less than 2.000, and it is preferred that the molecular weight is 
30 between about 1 00 and about 1 ,000. 

As a first alternative, the plasticisers may be summarized by the formula: 

A(COOR)^(CX)CR,)„ (I): 

3S 

wherein: A is a saturated or unsaturated aliphatic or alicyclic residue; n is an integer from zero to 8; m is an integer 
from zero to 6; whereby the sum of m + n Is an integer from 1 to 6, and R and R^ are, independently of each other, a 
saturated or unsaturated aliphatic or alicyclic residue having from 1 to 20 carbon atoms. 

In one embodiment of compound (1), A Is a saturated aliphatic residue having 2 to 8 carbon atoms; m is an integer 

^0 from zero to 4; n is 0, 1 , 2 or 3; the sum of m + n is 2 to 4; and R. and R, are independent of each other and are alkyi 
residues having from 1 - 6 carbon atoms. 

In a more preferred embodiment of compound (1), A is a saturated aliphatic residue having 2, 3, or 4 carbon atoms; 
m is an integer from zero to 4; n is 0, 1 or 2; the sum of m + n is 2 to 4; and R and R, are independent of each other 
are alky I residues having 1, 2, 3 or 4 carbon atoms. 

^ Compound (1) may be an ester derivative of at least one of the following members: 

i) OH-CH2-(C(CCX>H)H)^^-CH20H 

50 

ii) HOOC-CH2-(C(COOH)H)^-CH2-COOH 
iii) HOOC-CH2-(C(COOH)OOCR2))-CH2-COOH 

55 

iv) HOOC-CH2-CH((COOH) (COOH)H) 



4 



I 



EP 0 633 896 B1 

V) C(CH2COOH)4 

vi) (HOCH2)3C-0-C(CH20H)3 

vii) H(>CH2-(CHOH)^j-CH20H 

wherein: q and r are independently of each other 1 , 2, 3 or 4 and R2 is methyl or propyl. 

Compound (I) may be a methyl, ethyl, propyl, or butyl carboxylate ester of a member selected from the group 
consisting of: 

ii) HOOC-CH2-(C(COOH)H)^-CH2-COOH 
ill) HOOC-CH2-(C(COOH)(OOCR2))-CH2-COOH 
Iv) HOOC-CH2-CH((COOH) (COOH)H) 

where R2 is methyl or propyl. 

In one embodiment of compound (I) it is preferred that the carboxylate ester is a tri-ethyl or tri-butyl carboxylate 
ester of: 

• HOOC-CH2-(C(COOH)OOCR2)-CH2-COOH 
where Rg is methyl or propyl, and It is most preferred that compound (I) is selected from the group consisting of 
H5C2-OOC-CH2-(C(COOC2H5)OOCCH3)-CH2-COOC2H5. 

and 

H9C4-OOC-CH2-(C(COOC4Hq)OOCCH3)-CH2-COOC4H9. 

Such most preferred compounds are known, and are, for example, sold under the Tradename of Citroflex A-2 
plastictsers by Rizer AG of Fluelastrasse 7, Postfach 2, 8048 Zuerich, Switzerland. 
Another embodiment of compound (I) takes the form of a mono, di or tri ester of: 

HO-CHg-CHOH-CHgOH, 

viz the mono-, di-. or tri- acetate of glycerol. 

It is most particularly preferred that compound (I) is the tri-acetate of glycerol, viz: 

CHgCOOCHg-iCHCOOCCHgjVCHgCXDCCHg 

Compound (I) may also be a diacetate-monopropionate or "dipropionate-monoacetate of glycerol or the diacetate 
or dipropionate of OH-CH2-C(COOH)H-CH20H, or it may be selected from the trimethyl ester and tripropyl ester of: 

HCOC-CH2-CH(COOH)CCXDH. 
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In a further alternative, the plastlclser has the general formula: 

A(OHyCOOR)y(OOCR,)^ (II) 

wherein A Is a saturated aliphatic residue having 2 to 8 carbon atoms; x is one or two; y is an integer from zero to 4; 
2 is an integer from zero to 4; the sum of y+ z is 2 to 4; and R and R^ are independent of each other and are alkyi 
residues having from 1 - 6 carbon atoms. 

In a more preferred embodiment o1 compound (M), A is a saturated aliphatic residue having 2, 3, or 4 carbon atoms; 
X is one or two; y is an integer from zero to 4; z is an integer from zero to 4; the sum of y+ z is 2 to 4; and R and R, 
are independent of each other are alkyI residues having 1, 2, 3 or 4 carbon atoms. 

Compound (II) may be an ester derivative of at least one of the following members: 

1) OH-CH2-(CHOH)^-CH20H 
ii) HOOC-CH2-(CHOH)^-CH2-COOH 
ill) HOOC-CH2-(C(COOH)OH)-CH2-CCX)H 
iv) HOOC-CH2-CH(COOH)OH 
V) C(CH20H)4 

vi) (HOCH2)3C-0-C(CH20H)3 * 

wherein: q and r are Independently of each other 1 , 2, 3 or 4. 

It is preferred that compound (II) is a methyl, ethyl, propyl or butyl carboxylale ester of a member selected from: 
the group consisting of: 

ii) HOOC-CH2-(CHOH)^-CH2-CCX)H 
iii) HOOC-CH2-(C(CCX)HpH)-CH2-CCX)H 

iv) HOOC-CH2-CH(COOH)OH 

It is more preferred that the carboxylate ester is an ethyl or butyl ester, and it is most preferred that the compound 
is a tri-ethyl or tri-butyl carboxylate ester of: 

HOOC-CH2-(C(COOH)OH)-CH2-COOH. 

Accordingly the most preferred compounds of formula (II) have the formulae: 

H5C2-OOC-CH2-(C(COOC2H5)OH)-CH2-COOC2H5 

or 
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HgC4-OOC-CH2-(C(COOC4H9)OH)-CH2-COOC4H9. 

Such most preferred compounds are known, and are, for example, sold under the Tradename of Citroflex plastl- 
clsers by Pfizer AG of Fluelastrasse 7, Postfach 2. 8048 Zuerich, Switzerland. 

Other forms of compound (II) for use according to the present invention include the diacetate and dipropionate of: 

OH-CH2-CHOH-CH20H, 

and the monoacetate-dimethyl ester and nrK>no-acetate-dipropyl ester or mono-proptonate-dipropyl ester of: 

HOOC-CH2-CH(COOH)OH. 

The plasticlser. whether of formula (I) or (II) is present In the composition in an amount of from about 3% to about 
60% by weight based on the weight of the composition. It is more preferred that the concentration of such plasticiser 
is from about 5% to about 30%, and most preferred that the said concentration is from about 8% to about 18% by 
weight based on the weight of the composition. 

Other suitable plasticisers Include dimethyl phthalate, diethyl phthalate, dibutyl phthalate, dihexyl phthalate, di- 
2-ethylhexyl phthalate, di-n-octyl phthalate, di-isooctyl phthalate, di-isonyl phthalate, di-isodecyl phthalate, dicyclohex- 
ylphthalate. dimethylcyclhexy! phthalate, dimethylglycol phthalate. trichloroelhyl phosphate, cresyl di phenyl phos- 
phate, triphenyl phosphate, tri-cresyl phosphate, triacetyl citrate, triethyl acetyl citrate, triethylene glycol di (2-ethylbu- 
tyrate), diacetin, butyl phthalylbutyl glycolate. acetylated monoglycerides, triethyl citrate, diethyl succinate, dimethyl 
sebacate. tributyl phosphate, di-n-hexyl azelate, di-isooctyl azeiate, di-(2-ethyihexyl), azelate, dicapryl adtpate, N-ethyl- 
o,p-toluenesulfonamide. diethyleneglycoledibenzoate, dipropylene glycol dibenzoate and mixtures thereof. 

Particularly suitable plasticisers are glycerol triacetate, dimethyl sebacate. diethyl succinate, acetyl triethyl citrate, 
or mixtures thereof, which may be present in the composition in an amount of from about 5 to about 45% by weight 
with respect to that of the starch ester. 

The composition may further contain extenders; fillers; wood derived materials; oxides of magnesium, aluminum, 
silicon, and titanium; lubricants; mold release agents; plasticisers; stabilisers; colouring agents; flame retardants; boron- 
containing compounds; alkali and alkaline earth metal salts; thermal stabilisers; and melt flow accelerators; and mix- 
tures thereof. 

The preferred thermal stabiliser and mold release agent are respectively butylated hydroxy toluene and stearyl 
stearamide which may be present in the composition in amounts respectively of from about 0.01 to about 5% and from 
about 0.01 to about 2%, by weight with respect to the starch ester component of the composition. 

In one embodiment of the invention, the composition further comprises a native or chemically modified (non es- 
terified) starch selected from potatoes, rice, tapioca, corn, pea, rye, oats, and wheat. 

The invention will be further apparent from the following Examples which are appended for Illustration only and do 
not belong to the invention. 

Example 1 

The following formulation is prepared: 
1000 grams of Hylon VII starch acetate having a degree of substitution of 2.0; 300 grams of glycerol triacetate; 
5 grams of butylated hydroxy toluene and 3 grams of Stearyl Stearamide. 

The mixture is thoroughly blended in an intensive mixer of the Henschel variety such as Is known to the skilled 
man. Following blending, the mixture is allowed to rest for at least 24 hours. 

The thus blended mixture is then extruded on a Berstorff twin screw extruder on which a stock temperature of 
1.60*^C (320 F) is maintained. The extrudate is then cooled and pelletised. . 

The thus cooled pellets are then placed in the hopper of a 170 CMD. Arburg injection moulding machine. The 
temperature zones are set as follows: 

Zonel: 127**C (260 F) 
Zone 2:154*'C (310 F) 
Zone 3: 154*C (310 F) 

and tensile test pieces are produced at an Injection molding pressure of about 550 bar The thus produced test pieces 
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are translucent and exhibit excellent flexibility and toughness. 
Example 2 

The above Example is repeated except that the formulation contains the thermal stabiliser (butylated hydroxy 
toluene) at a concentration of between 0.05 and 2.0% by weight based on the weight of the starch ester. Similar tensile 
test pieces likewise having improved properties are produced. 

Example 3 

Example 2 is repeated except that the amount of plasticiser (glycerol triacetate) Is varied from 5 to 45% by weight 
with respect to that of the starch ester in the composition. Similar tensile test pieces likewise having improved properties 
are produced. 

Example 4 

Example 2 is repeated except that the mold release agent (stearyl stearamide) concentration is increased to 1% 
by weight with respect to that of the total composition. 

Example 5 

Examples 1 to 4 are repeated except that the degree of substitution of the starch acetate is varied from 1 .5 to 2.9. 
Similar tensile test pieces likewise having improved properties are produced. 

The above Examples demonstrate the extrusion and injection mouldability of the present inventive compositions, 
which may be shaped into articles such as bottles, strands, sheets, films, packaging materials, pipes, cups, rods, 
laminated films, sacks, bags, pharmaceutical capsules, foams, granulates and powders by processes which include 
injection molding, compression molding, filming, blow molding, vacuum forming, thermoforming, extrusion, extrusion 
moulding, co-extrusion, foaming, profile extrusion and combinations thereof. 



Claims 

1. A composition as obtained from a melt comprising esterified starch, plasticizer and optionally further additives,! 
characterized in that the esterified starch has a degree of substitution of from 1.8 to 2.9, the esterified starch' 
comprising at least two members selected from the group consisting of acetate, propionate, butyrate, pentanoate, 
hexanoate, heptanoate and octanoate, except starch esters having both an acetate and Cg carboxylic acid residue, 
and wherein the platicizer has the formula 

A(CCX)R)„(OOCR,)„ (I) 

wherein A Is a saturated or unsaturated aliphatic or alicyclic residue; n is an integer; m is an integer of zero to 6, 
whereby the sum m + n Is an integer from 1 to 6. and R and R^ are independently of each other, a saturated or 
unsaturated aliphatic or alicyclic residue having 1 to 20 carbon atoms, or 

A(OH)x(COOR)y(CX>CR^)^ (II) 

wherein A is a saturated or unsaturated aliphatic or alicyclic residue; x is an integer of 1 to 2; y Is an Integer from 
zero to 4; z is an integer from zero to 4; whereby the sum of y + z Is an integer of 2 to 4 and R and R, are 
independently of each other, a saturated or unsaturated aliphatic or alicyclic residue having 1 to 6 carbon atoms, 
or is selected from the group consisting of dimethyl phthalate, diethyl phthalate, dibutyl phthalate. dihexyl phthalate, 
dl-2-ethylhexyl phthalate, di-n-octyl phthalate, di-isooctyl phthalate, dl-isononyl phthalate, di-isodecyl phthalate, 
dicyclohexylphthalate, dimethylcyclohexyl phthalate, dimethylglycol phthalate, trichloroethyl phosphate, cresyl 
diphenyl phosphate, triphenyl phosphate, tri-cresyl phosphate, butyl phthalylbutyl glycolate, tributyl phosphate. N- 
ethyl-o,p-toluenesulfonamide, diethyleneglycol dibenzoate, dipropylene glycol dibenzoate and mixtures thereof. 
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2. A composition according to claim 1 , in which the esterified starch comprises at least two members selected from 
the group consisting of acetates, propionates, butyrates, pentanoates, and hexanoates. 

3. A composition according to any preceding claim, in which the starch ester been obtained by reaction of starch with 
a mixed acid anhydride or with a mixture of different acid anhydrides. 

4. A composition according to claim 2, in which the starch ester comprises both acetate and propionate groups bound 
to a common starch molecule. 

5. A composition according to claim 2, in which the starch comprises both acetate and butyrate groups bound to a 
common starch molecule. 

6. A composition according to claim 2, in which the starch comprises both propionate and butyrate groups bound to 
a common starch molecule. 

7. A composition according to claim 2, in which the starch comprises both pentanoate and butyrate groups bound to 
a common starch molecule. 

8. A composition according to any preceding claim, in which the ratio of the members is from about 20:1 to 1:20. 

9. A composition according to claim 8, in which the ratio of the members is from about 3:1 to 1:3. 

10. A composition according to claim 9, in which the ratio of the members is from about 2:1 to 1:2. 

11. A composition according to claim 10, in which the ratio of the members is about 1 :1 . 

12. A composilion according to any preceding claim, in which the degree ot substitution Is from 1,8 to about 2.5. 

13. A composition according to any preceding claim, in which the amylose content is at least about 50% by weight 
with respect to that of the starch. 

14. A composition according to any preceding claim, in which the amylose content is at least about 70% by weight 
with respect to that ot the starch. 

15. A composition according to any preceding claim, in which the amylose content is at least about 80% by weight 
with respect to that of the starch. 

16. A composition according to any preceding claim, in which the amylose content is at least about 90% by weight 
with respect to that of the starch. 

17. A composition according to any preceding claim, which further includes a member selected from the group con- 
sisting of extenders; fillers; wood derived materials; oxides of magnesium, aluminum, silicon, and titanium; lubri- 
cants; mold release agents; plastlclsers; stabilisers; colouring agents; flame retardants; boronk:ontalning com- 
pounds; alkali and alkaline earth metal salts; thermal stabilisers; and melt flow accelerators; and mixtures thereof. 

18. A composition according to any preceding claim, in which a plastlciser is present in an amount of from 5 to 60% 
by weight with respect to that of the starch ester. 

19. A composition according to any preceding claim, wherein A is a saturated aliphatic residue having 2 to 8 carbon 
atoms; m is an integer from zero to 4; n is 0, 1, 2 or 3; the sum of m + n is 2 to 4; and R, and are independent 
of each other and are alkyi residues having from 1 - 6 carbon atoms. 

20. A composition according to claim 19 in which A is a saturated aliphatic residue having 2, 3, or 4 carbon atoms; m 
is an integer from zero to 4; n Is 0, 1 , or 2; the sum of m + n is 2 to 4; and R, and R., are Independent of each other 
are alkyI residues having 1 , 2, 3 or 4 carbon atoms. 

21. A composition according to any one of claims 1 to 18, in which the plastlciser is an ester derivative of at least one 
of the following members: 
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i) OH-CH2-(C(COOH)H)^-CH20H 

il) HOOC-CH2-(C(COOH)H)^-CH2-COOH 
iii) HOOC-CH2-(C(COOH)OOCR2))-CH2-CCX)H 
iv) HOOC-CH2-CH((COOH) (COOH)H) 
V) C(CH2COOH)4 

vi) (HOCHgjaC-O-CtCHgOHjg 

vii) HO-CH2-{CHOH)q-CH20H 

.wherein: q and r are independently of each other 1 , 2, 3 or 4 and Rg is methyl or propyl. 

22. A composition according to the preceding claim, in which the plasliciser is a methyl, ethyl, propyl, or buty! carbox- 
ylate ester of a member selected from the group consisting of: 

li) HOOC-CH2-(C(COOH)H)^-CH2-COOH 
iii) HOOC-CH2-(C(COOH)(OOCR3))-CH2-COOH 
iv) HOOC-CH2-CH((COOH) (COOH)H) 

where R2 is methyl or propyl. 

23. A composition according to the preceding claim, in which the plasticiser is a tri-ethyl or trl-butyl carboxylate ester of: 

HOOC-CH2-(C(COOH)OOCR2)-CH2-COOH 

where R2 is methyl or propyl. 

24. A composition according to the preceding claim , in which the plasticiser is selected from the group consisting of 

H5C2-OOC-CH2-(C(COOC2H5)OOCCH3)-CH2-CCXDC2H5. 

and 

H9C4-OOC-CH2-(C(COOC4Hg)OOCCH3)-CH2-COOC4H9. 

25. A composition according to any one of claims 1 to18, in which the plasticiser is a mono, di or tri ester of : 

HO-CH2-CHOH-CH2OH. 

10 
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26. A composition according to claim 25, in which the plasticiser is the tri-acetate of glycerol, viz: 

CH3C00CH2-(CH(OOCCH3))-CH2CXDCCH3 

27. A composition according to any one of claims 1 to 18, in which the plasticiser is a diacetate-monopropionate or 
dipropionate-monoacetate of glycerol or the diacetate or dipropionate of OH-CH2-C(COOH)H-CH20H, or the tri- 
methyl ester or tripropyl ester of: 

HCX)C-CH2-CH(CCX5H)COOH. 

28. A composition according to any one of claims 1 to 18, in which A is a saturated aliphatic residue having 2, 3, or 4 
carbon atoms; x is one or two; y is an integer from zero to 4; z is an integer from zero to 4; the sum of y + z is 2 
to 4; and R and are independent of each other are alkyi residues having 1 , 2, 3 or 4 carbon atoms. 

29. A composition according to any one of claims 1 to 18, in which the plasticiser is an ester derivative of at least one 
of Xhe following members: 

i) OH-CH2-(CHOH)q-CH20H 
ii) HOOC-CH2-(CHOH)^-CH2-COOH 
iii) HOOC-CH2-(C(COOH)OH)-CH2-COOH 
iv) HOOC-CH2-CH(COOH)OH 
v) C(CH20H)4 

vi) (HOCH2)gC-0-C(CH20H)3 

wherein: q and r are independently of each other 1 . 2, 3 or 4. 

30. A composition according to the preceding claim, wherein the plasticiser is a methyl, ethyl, propyl or butyl carboxylate 
ester of a member selected from the group consisting of: 

Ii) HOOC-CH2-(CHOH)^-CH2-CCX)H 
iii) HOOC-CH2-(C(COOH)OH)-CH2-COOH 

iv) HOOC-CH2-CH(COOH)OH 

31 . A composition according to the preceding claim, wherein the plasticiser is a tri-ethyl or tri-butyl carboxylate ester of : 

HOOC-CH2-(C(COOH)OH).CH2-COOH, 

32. A composition according to claim 31 , wherein the plastiiser has the formula: 
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H5C2-OOC-CH2-(C(COOC2H5)OH)-CH2-COOC2H5 

33. A composition according to claim 23, wherein the plasticiser has the formula : 

5 

H9C4-OOC-CH2-(C(COOC4Hg)OH)-CH2-COOC4H9. 

34. A composition according to any one of claims 1 to 18. in which the plasticiser is the diacetate or dipropionate of: 

10 

OH-CHg-CHOH-CHgOH. 

or the monoacetate-dlmethyl ester or mono-acetate-dipropyl ester or mono-propionate-dipropyl ester of: 

IS 

HOOC-CH2-CH{COOH)OH. 

35. A composition according to claim 1 8, wherein the plasticiser is selected from the group consisting of triacetyl citrate, 
20 triethyl acetyl citrate, triethylene glycol di (2-elhylbutyrate), diacetin. acetylated monoglycerides, triethyl citrate, 

diethyl succinate, dimethyl sebacate. di-n-hexyl azelate. dl-isooctyl azelate, di-(2-ethylhexyl) azelate, dicapryl ad- 
ipale, and mixtures thereof. 

36. A composition according to claim 35. in which the plasticiser is dimethyl sebacate. diethyl succinate, acetyl triethyl 
25 citrate, or mixtures thereof. 

37. A composition according to either.of claims 34, 35 or 36, in which the thermal stabiliser and mold release agent 
are present in the composition in amounts respectively of from about 0.01 to about 5% and from about 0,01 to 
about 2%, by weight with respect to the starch ester component of the composition. 

30 

38. A composition according to any preceding claim, further comprising a native or chemically modified (non esterified) 
starch selected from potatoes, rice, tapioca, corn, pea, rye, oats, and wheat. 

39. The composition of any one of claims 1 to 38, when shaped into articles. 

3S 

40. Articles, according to claim 39, selected from the group consisting of bottles, strands, sheets, films, packaging 
materials, pipes, cups, rods, laminated films, sacks, bags, pharmaceutical capsules, foams, granulates and pow- 
ders. 

40 41 . A process for making the articles of claim 40, selected from the group consisting of injection nriolding, compression 
molding, filming, blow molding, vacuum forming, thermoforming, extrusion, extrusfon moulding, co-extrusion, foam- 
ing, profile extrusion and combinations thereof. 

42. The melt from which the composition of any one of claims 1 to 41 is obtained. 

4S 

Patentanspruche 

1. Zusammensetzung, erhalten aus einer Schmeize, die veresterte Starke, Welchmacher und wahlweise weitere 
so Zusatze umfaBt, dadurch gekennzeichnet, da8 die veresterte Starke einen Substitutionsgrad von 1.8 bis 2,9. auf- 

weist und mindestens zwei Bestandteile aus der aus Acetat, Propionat. Butyrat, Pentanoat, Hexanoat, Heptanoat 
und Octanoat bestehenden Gruppe umfa3t, ausgenommen Starkeester, die sowohl einen Acetat- als auch Cg- 
Carbonsaurerest aufweisen, und worin der Wek:hmacher die Formel 

^ A(COOR)^(OOCRi)„ (I) 
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in der A ein gesattigter oder ungesattigter aliphatlscher Oder alicyclischer Rest, n eine ganze Zahl und m eine 
ganze Zahl von 0 bis 6 ist, wobei die Summe m + n eine ganze Zahl von 1 bis 6 ist, und R und R^ unabhangig 
voneinander, ein gesattigter oder ungesattigter aliphatlscher oder alicyclischer Rest mit 1 bis 20 Kohlenstotfatomen 
sind. Oder die Formel 



A(OH)^(COOR)y(OOCR,)2 (") 

besitzt, in der A ein gesattigter oder ungesattigter aliphatischer oder alicyclischer Rest, x eine ganze Zahl von 1 
bis 2, y eine ganze Zahl von 0 bis 4 und z eine ganze Zahl von 0 bis 4 ist, wobei die Summe y + z eine ganze Zahl 
von 2 bis 4 ist, und R und Ri, unabhangig voneinander, ein gesattigter oder ungesattigter aliphatischer oder ali- 
cyclischer Rest mit 1 bis 6 Kohlenstotfatomen sind, 

oderaus deraus Dfmethylphthalat, Diethylphthalat. Dibutylphthlat, Dihexylphthalat. Di-2-ethylhexylphthalat, Di-n- 
octylphthalat, Diisooctylphthalat, Diisononylphlhalat, Diisodecylphthalat, Dicyclohexylphthalat. Dimethylcyclohe- 
xylphthalat, Dimethylglycolphthalat, Trichlorethylphosphat, Cresyldiphenylphosphat. Triphenyiphospat. Tricresylp- 
hosphat, Butylphthalylbutylglycolat, Tributylphosphat. N-Ethyl-o,p-toluoIsulfonamid. Diethylenglycoldibenzoat. Di- 
propylenglycoldibenzoat und Mischungen daraus bestehenden Gruppe ausgewahit ist. 

2. Zusammensetzung nach Anspruch 1 , in welcher die veresterte Starke mindestens zwei Bestandteile aus der aus 
Acetaten. Propionaten. Butyraten, Pentanoaten und Hexanoaten bestehenden Gruppe umfaBt. 

3. Zusammensetzung nach irgendeinem vorhergehenden Anspruch, in welcher der Starkeester durch Umsetzen 
einer Starke mit einem gemischten Saureanhydrid oder mit einer Mischung von verschiedenen Saureanhydriden 
erhalten worden ist. 

4. Zusammensetzung nach Anspruch 2, in welcher der Starkeester sowohl Acetat- als auch Propionatreste, die an 
ein gemeinsames Starkemolekul gebunden sind, umfaGt. 

5. Zusammensetzung nach Anspruch 2, in welcher die Starke sowohl Acetat- als auch Bulyratreste, die an ein ge- 
meinsames Starkemolekul gebunden sind, umfaBt. 

6. Zusammensetzung nach Anspruch 2, in welcher die Starke sowohl Propionat- als auch Butyratresle, die an ein 
gemeinsames Starkemolekul gebunden sind, umfaBt. 

7. Zusammensetzung nach Anspruch 2, in welcher die Starke sowohl Pentanoat- als auch Butyratreste, die an ein 
gemeinsames Starkemolekul gebunden sind, umfaBt. 

8. Zusammensetzung nach irgendeinem vorhergehenden Anspruch, in welcher das VSarhaltnis der Bestandteile etwa 
20:1 bis 1:20 ist. 

9. Zusammensetzung nach Anspruch 8, in welcher das Verhaltnis der Bestandteile etwa 3:1 bis 1 :3 ist. 

10. Zusammensetzung nach Anspruch 9, in welcher das Verhaltnis der Bestandteile etwa 2:1 bis 1:2 ist. ' 

11. Zusammensetzung nach Anspruch 10, in welcher das Verhaltnis der Bestandteile etwa 1:1 ist. 

12. Zusammensetzung nach irgendeinem vorhergehenden Anspruch, in welcher der Substitutionsgrad 1,8 bis etwa 
2,5 betragt. 

13. Zusammensetzung nach irgendeinem vorhergehenden Anspruch, in welcher der Amylosegehalt mindestens etwa 
50 Gew.-%, bezogen auf die Starke, betragt. 

14. Zusammensetzung nach irgendeinem vorhergehenden Anspruch, in welcher der Amylosegehalt mindestens etwa 
70 Gew.-%, bezogen auf die Starke, betragt. 

15. Zusammensetzung nach irgendeinem vorhergehenden Anspruch, in welcher der Amylosegehalt mindestens etwa 
80 Gew.-%, bezogen auf die Starke, betragt. 
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16. Zusammensetzung nach Irgendeinem vorhergehenden Anspruch. in welcher der Amylosegehatt mindestens etwa 
90 Gew.-%, bezogen auf die Starke, betragt. 

17. Zusammensetzung nach irgendeinem vorhergehenden Anspruch. die daruberhinaus einen Bestandteil, ausge- 
wahlt aus der aus Verdunnungsmittein, Fullstoffen, aus Holz erhaltenen Materialien, Oxiden von Magnesium, Alu- 
minium, Silicium und Titan, Gleitmittein, Formtrennmlttein, Welchmachem. Stabilisatoren, Farbmittein, Antlflam- 
mitteln, borhaltigen Verbindungen. Alkali- und Erdalkalimetallsalzen. thermlschen Stabilisatoren und 
SchmelzfluQbeschleunigem und MIschungen daraus bestehenden Gruppe einschlieBt. 

18. Zusammensetzung nach irgendeinem vorhergehenden Anspruch, in welcher ein Weichnnacher in einer Menge 
von 5 bis 60 Gew.-%, bezogen auf den Starkeester, vorliegt. 

19. Zusammensetzung nach irgendeinem vorhergehenden Anspruch, worin A ein gesattigter aliphatischer Rest mit 2 

bis 8 Kohlenstoffatomen, m eine ganze Zahl von 0 bis 4, n 0, 1 , 2 oder 3 und die Summe m + n 2 bis 4 ist, und R 
und R^, unabhangig voneinander, Alkylreste mit 1 bis 6 Kohlenstoffatomen sind. 

20. Zusammensetzung nach Anspruch 19. in welcher A ein gesattigter aliphatischer Rest mit 2,3 oder 4 Kohlenstoff- 
atomen, m eine ganze Zahl von 0 bis 4, n 0. 1 , oder 2 und die Summe m + n 2 bis 4 ist, und R und R,. unabhangig 
voneinander, Alkylreste mit 1 , 2, 3 oder 4 Kohlenstoffatomen sind. 

21. Zusammensetzung nach irgendeinem der vorhergehenden AnsprOche 1 bis 18, in welcher der Weichmacher ein 
Esterderivat von mindestens einem der folgenden Bestandteiie ist: 

i) OH-CH2-(C(COOH)H)q-CH20H 
ii) HCX)C'CH2-(C(CCX)H)H)^-CH2-COOH 



iii) HOOC-CH2-(C(COOH)OOCR2))-CH2-COOH 



iv) HOOC-CH2-CH((COOH) (COOH)H) 



v) CiCHgCOOH)^ 



vl) (HOCH2)3C-0-C(CH20H)3 



vii) . HO-CH2-(CHOH)^-CH20H. 

worin q und r, unabhangig voneinander, 1, 2, 3 oder 4 sind, und R2 ein Methyl- oder Propylrest ist. 

22. Zusammensetzung nach dem vorhergehenden Anspruch, In welcher der Weichmacher ein Methyl-, Ethyl-, Propyl- 
oder Butylcarboxylatester eines Bestandteils, ausgewahit aus der aus 

ii) HOOC.CH2-(C(CCX)H)H)^.CH2-COOH 



lit) HCXDC-CH2-(C(COOH) (OOCR3))-CH2-COOH 



Iv) HOOC-CH2-CH((COOH) (COOH)H) 
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bestehenden Gruppe, ist, wobei R2 etn l\^ethyl- oder Propylrest Ist. 

23. Zusammensetzung nach dem vorhergehenden Anspruch, in welcher der Welchmacher ein Triethyl- Oder Tributyl- 
carboxylatester von 

5 

HOOC-CH2-(C(COOH)OOCR2)-CH2-COOH 

ist, 

10 wobei Rg ein Methyl- oder Propylrest ist 

24. Zusammensetzung nacli dem vorhergehenden Anspruch, in welcher der Welchmacher aus der aus 

H5C2-OOC-CH2-(C(COOC2H5)OOCCH3)-CH2-COOC2H5 

und 

2^ HgC^-OOC-CHg-CCCCCXDC^HgPOCCHgKHg-COCX^Hg 

bestehenden Gruppe ausgewahit ist. 

25. Zusammensetzung nach irgendeinem der AnsprOche 1 bis IS, in welcher der Welchmacher ein Mono-, Di- oder 
25 Triester von 

HO-CH2-CHOH-CH2OH 

30 ist. 

26. Zusammensetzung nach Anspruch 25. in welcher der Welchmacher das Triacetat von Glycerol, namlich 
^ CHgCOOCH2-(CH(OOCCH3))-GH200CCH3, 

isl 

27. Zusammensetzung nach irgendeinem der AnsprOche 1 bis 18, in welcher der Welchmacher ein Diacetatmonopro- 
40 pionat oder Dipropionatmonoacetat von Glycerin oder das Diacetat oder Dipropionat von OH-CH2-C(COOH)H- 

GH2OH Oder der Trimethylester oder Tripropylester von 

HOOC-CH2-CH(COOH)COOH 

4$ 

ist. 

28. Zusammensetzung nach irgendeinem der AnsprOche 1 bis 18, in welcher A ein gesattigter aliphatischer Rest mit 
2, 3 Oder 4 Kohlenstoffatomen, x 1 oder 2, y eine ganze Zahl von 0 bis 4, z eine ganze Zahl von 0 bis 4 und die 

so Summe y + z 2 bis 4 ist. und R und R^, unabhangig voneinander, Alkylreste mit 1 , 2, 3 oder 4 Kohlenstoffatomen 

sind. 

29. Zusammensetzung nach irgendeinem der AnsprOche 1 bis 18, in welcher der Welchmacher ein Esterderivat von 
mindestens einem der folgenden Bestandteile Ist: 

55 

I) OH-CH2-(CHOH)q-CH20H 
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ii) HCX)C-CH2-(CHOH)^-CH2-COOH 

^ iii) HOOC-CH2-(C(COOH)OH)-CH2-COOH 

iv) HOOC-CH2-CH(COOH)OH 

V) C(CH20H)4 
vi) (HOCH2)3C-0-C(CH20H)3, 

75 

worin q und r, unabhangig voneinander, 1, 2, 3 cxier 4 sind. 

30. Zusammensetzung nach dem vorhergehenden Anspruch. worin der V\/eichmacher ein Methyl-, Ethyl-, Propyl- oder 
Butylcarboxylatester eines Bestandteiis, ausgewahit aus der aus 

20 

ii) HOOC-CH2-(CHOH)^-CH2-COOH 
iii) HOOC-CH2-(C(COOH)OH)-CH2-COOH 



iv) HOOC-CH2-CH(COOH)OH ' 



30 bestehenden Gruppe, ist. 



31. Zusammensetzung nach dem vorhergehenden Anspruch, worin der Weichmacher ein Triethyl- oder Tributylcar- 
boxylatester von 

^ HOOC-CH2-(C(COOH)OH)-CH2-COOH 
ist. 

40 32. Zusammensetzung nach Anspruch 31, worin der Weichmacher die Formel 

H5C2-OOC-CH2-C(CCXX:2H5)OH)-CH2-COOC2Hs 

4S aufweist. 

33. Zusammensetzung nach Anspruch 23. worin der Weichmacher die Formel 

H9C4-OOC-CH2-(C(COOC4Hg)OH)-CH2-COOC4Hg 

aufweist. 

34. Zusammensetzung nach irgendeinem der AnsprQche 1 bis 18, in welcher der Weichmacher das Diacetat oder 
55 Dipropionat von 

OH-CH2-CHOH-CH2OH. 
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Oder der Monoacetatdimethylester oder Monoacetatdipropylester Oder Monopropionatdipropylester von 

HOOC-CH2-CH(CCX)H)OH 

5 

ist. 

35. Zusammensetzung nach Anspruch 18, worin der Weichmacher bus der aus Triacetylcltrat, Triethylacetylcitrat, 
Triethylenglycol-di(2-ethylbutyrat), Diacetin. acetylierten Monoglyceriden, Triethylcitrat, Di ethyls uccinat, Dimethyl- 

10 sebacat, Di-n-hexytazelat, Diisooctylazelat. DI-(2-ethylhexyl)azeiat, Dicapryladipat und Mischungen daraus beste- 

henden Gruppe ausgewahtt ist. 

36. Zusammensetzung nach Anspruch 35, in welcher der Weichmacher Dimethylsebacat, Diethylsuccinat, Ace- 
tyttriethylcitrat Oder Mischungen daraus ist. 

75 

37. Zusammensetzung nach entweder den Anspruchen 34, 35 Oder 36, in welcher der thermische Stabilisator und 
das Formtrennmittel in der Zusammensetzung in Mengen von etwa 0,01 bis etwa 5 % und von etwa 0,01 bis etwa 
2 Gew.-%, bezogen auf den Starkeesterbestandteil der Zusammensetzung. vorliegen. 

20 38. Zusammensetzung nach irgendeinem vorhergehenden Anspruch, die darOber hinaus eine native Oder chemisch 
modifizierte (nicht veresterte) Starke, ausgewahit aus Kartoffein, Reis. Tapioca. Mais. Erbsen, Roggen, Hafer und 

Weizen, ist. 

39. Zusammensetzung nach irgendeinem der AnsprOche 1 bis 38. geformt als Artikel. 

25 

40. Artikel nach Anspruch 39, ausgewahit aus der aus Flaschen, Strangen, Slattern, Filmen, Verpackungsmaterialien, 
Rohren, Tassen, Staben, laminierteh Filmen, Sacken. Taschen, pharmazeuttschen Kapseln, Schaumen, Granu- 
laten und Pudern bestehenden Gruppe. 

30 41. Verfahren zur Hersteliung der Artikel nach Anspruch 40, ausgewahit aus der aus Spritzgie3en, Kompressionsgie- 
3en, Filmverarbetten, BlasgieBen, Vakuumformen, Warmformen, Extrudieren, Extrusionsgie3en, Coextrudieren, 
Schaumen, Profilextrudieren und Kombinationen daraus bestehenden Gruppe. 

42. Schmeize, aus der die Zusammensetzung nach irgendeinem der AnsprOche 1 bis 41 erhalten wird. 

35 

Revendicatlons 

1 . Composition obtenue k partir d'une masse fondue comprenant de I'amidon estdrifi^, un plastifiant et si on ie desire 
40 d'autres additif s, caract^ris^e en ce que I'amidon estSrifi^ a un degr6 de substitution de 1 ,8 ^ 2, 9, I'amidon est^rifid 

comprenant au moins deux membres choisis dans Ie groupe constitug de I'ac^tate, du propionate, du butyrate, 
du pentanoate, de Thexanoate, de I'heptanoate et de I'octanoate, k I'exception d'esters d'amidon ayant k la fois 
un radk;al acetate et un radical acide carboxylique en Cq, et dans laquelle Ie plastifiant r^pond k ta formule 

^ A(COOR) = (OOCRi)„ (I) 

dans laquelle A est un radical aliphatique ou alicyclique saturd ou insaturd ; n est un entier ; m est un entier de 0 
k 6. tel que la somme m + n soit un entier de 1 & 6, et R et R^ sont, ind6pendamment I'un de I'autre, un radical 
^ aliphatique ou alicyclique satur6 ou insaturd en k C20. ou 

A(OH),(COOR)y(OCDCR,), (II) 

^ dans laquelle A est un radical aliphatique ou alicyclique sature ou insatur^ ; x est un entier de 1 a 2 ; y est un entier 

de 0 d 4 ; z est un entier de 0 ei 4 ; la somme y + z etant un entier de 2 a 4 et R et R^ sont, ind6pendamment I'un 
de I'autre, un radical aliphatique ou alicyclique satur^ ou insatur^ en k Cg, 
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ou est choisi dans le groupe constitu6 du phtalate de dimSthyle, du phtalate de didthyle. du phtalate de dibutyle, 
du phtalate de dihexyie, du phtalate de di-2-6thylhexyle, du phtalate de di-n-octyle, du phtalate de dllsooctyle, du 
phtalate de di-isononyle, du phtalate de diisod6cyle, du phtalate de dicyclohexyle, du phtalate de dimethylcyclo- 
hexyle, du phtalate de dlm6thylglycol, du phosphate de trichlor6thyle, du phosphate de cr6syle-diph6nyle, du phos- 
s phate de triph^nyle. du phosphate de tricr^syle, du glycolate de butylphtatylbutyle, du phosphate de tributyle, du 

N>6thyl-o,p*tolu6nesulfonamide, du dibenzoate de di^thyldnegtycol. du dibenzoate de dipropyl^neglycol et de me- 
langes de ceux*ci. 

2. Composition selon la revendication 1 , dans laquelle Tamidon est^rifi^ comprend au moins deux membres cholsis 
10 dans le groupe constitud des acetates, des propionates, des buty rates, des pentanoates et des hexanoates. 

3. Composition selon I'une quelconque des revehdications pr6c6dentes, dans laquelle Tester d'amidon a 6X§ obtenu 
par reaction de I'amidon avec un anhydride d'acide mixta ou avec un melange d'anhydrides d'acides diffdrents. 

IS 4. Composition selon la revendication 2, dans laquelle Tester d'amidon comprend a la fois des groupes acetate et 
propionate \\6s kune molecule d'amidon commune. 

5. Composition selon la revendication 2, dans laquelle I'amidon comprend a la fois des groupes acetate el bulyrale 
li^s S une molecule d'amidon commune. 

20 

6. Composition selon la revendication 2, dans laquelle Tamldon comprend k la fois des groupes propionate et butyrate 
lies a une molecule d'amidon commune. 

7. Composition selon la revendication 2, dans laquelle I'amidon comprend a la fois des groupes pentanoate et butyrate 
25 lies a une molecule d'amidon commune. 

. 8. Composition selon I'une quelconque des revendications precedentes, dans laquelle le rapport des membres est 
d'envlron 20:1 k 1:20. 

9. Composition selon la revendication 8, dans laquelle le rapport des membres est d'environ 3,1 & 1,3. 

10. Composition selon la revendication 9, dans laquelle le rapport des membres est d'environ 2:1 k 1:2. 

11. Composition selon la revendication 10, dans laquelle le rapport des membres est d'environ 1 :1 . 

12. Composition selon I'une quelconque des revendications precedentes, dans laquelle le degre de substttution est 
6e^,&k environ 2,5. 

13. Composition selon I'une quelconque des revendications precedentes, dans laquelle la teneur en amylose est d'au 
40 molns environ 50 % en poids par rapport k Tamidon. 

14. Composition selon I'une quelconque des revendications precedentes, dans laquelle la teneur en amylose est d'au 
moins environ 70 % en poids par rapport k celle de Tamidon. 

4S 15. Composition selon I'une quelconque des revendications precedentes. dans laquelle la teneur en amylose est d'au 
moins environ 80 % en poids par rapport k celle de Tamidon. 

16. Composition selon I'une quelconque des revendications precedentes, dans laquelle la teneur en amylose est d'au 
moins environ 90 % en poids par rapport a celle de i'amidon. 

so 

17. Composition selon Tune quelconque des revendications precedentes, qui comprend en outre un membre choisi 
dans le groupe constitue des plastifiants secondaires ; des charges ; de matieres provenant du bois ; des oxydes 
de magnesium, d'aluminium, de silicium et de titane ; des lubrifiants, des agents de demoulage ; des plastifiants ; 
des stabllisants ; des agents colorants ; des retardateurs de combustion ; des composes du bore ; des sels de 

ss metaux alcalins ou alcallno-terreux ; des stabllisants thermlques ; et des acceierateurs d'ecouiement k i'etat- 

fondu ; et des melanges de ceux-cl. 

18. Composition selon I'une quelconque des revendications precedentes, dans laquelle un piastifiant est present dans 
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une proportion de 5 d 60 % en poids par rapport k celle de Tester d'amidon. 

19. Composition salon i'une quelconque des revendications pr^cedentes, dans laquelle A est un radical aliphatique 
saturS en C2 ^ Cg ; m est un entier de 0 ^ 4 ; n est 0, 1 , 2 ou 3 ; ia somme m + n est 6gale § 2 ou 4 ; et R et 

s sont independants I'un de t'autre et sont des radicaux alcoyle en k Cg. 

20. Composition selon la revendication 19, dans laquelle A est un radical aliphatique satur6 ayant 2, 3 ou 4 atomes 
de carbone ; m est un entier de 0 ^ 4 ; n est 0, 1 ou 2 ; la somme m + n est 6gale ^ 2 ^ 4 ; et R et sont 
independants I'un de I'autre et sont des radicaux alcoyle ayant 1 , 2, 3 ou 4 atomes de carbone. 

10 

21. Composition selon I'une quelconque des revendications 1^18, dans laquelle le plastifiant est un ester d'au moins 
un des membres sulvants : 

1) ■ OH-CH2-(C(COOH)q-CH20H 
ii) HOOC-CH2-(C(COOH)H)^-CH2COOH 



Hi) HCX)C-CH2-(C(COOH)OOCR2))-CH2-COOH 



iv) HOOC-CH2-CH((COOH) (COOH)H) 

25 

V) . CtCHgCOOH)^ 



vi) (HOCHgjgCO-CtCHgOHjg 



vii) HO-CH2-(CHOH)^-CH20H 

35 dans lesquels q et r sont, ind6pendamment I'un de I'autre, 1 , 2, 3 ou 4 et R2 est un radical m6thyle ou propyle. 

22. Composition selon la revendication pr^cedente, dans laquelle le plastifiant est un ester carboxylique de mdthyle, 
d'Sthyle, de propyle ou de butyle d'un membre choisi dans le groupe constitu^ de : 

ii) HOOC-CH2-(C(COOH)H)^-CH2COOH 
ill) HOOC-CH2-(C(COOH) (OOCR3))-CH2-COOH 

45 

Iv) HOOG-CH2-CH((COOH) (COOH)H) 

dans lesquels R2 est un groupe mdthyle ou propyle. 

23. Composition selon la revendication pr6c6dente, dans laquelle le plastifiant est un ester carboxylique de trl6thyle 
ou de tributyle de : 

^ HOOC-CH2-(C(GOOH)OOCR2)-CH2-COOH 
ou Rg est un groupe m6thyle ou propyle. 
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24. Composition selon la revendication prdcddente, dans laquelle le plastifiant est choisi dans le groupe constitu6 de 

H5C2-OOC-CH2-(C(COOC2H5POCCH3)-CH2-COOC2Hs 

5 

et de 

H9C4-OOC-CH2-(C(COOC4H9)OOCCH3)-CH2-c6oC4H9. 

10 

25. Composition selon Tune quelconque des revendications 1 gi 18, dans laquelle le plastifiant est un mono, di ou 
triesterde 

HO-CH„-CHOH-CH«OH. 
15 2 2 

26. Composition selon la revendication 25, dans laquelle le plastifiant est le triacetate de glycerol, c'est-^-dire : 

CHgCOOCHg-tCHCOOCCHgW-CHgOOCCHa 

27. Composition selon Tune quelconque des revendications 1 a 18, dans laquelle le plastifiant est un diacetate-mo- 
nopropionate ou un dlproplonate-monoac6tate de glycerol, ou bien le diac6tate ou le dipropionate de OH-CH2-C 
(C00H)H-CH20H. ou bien Tester trim^thylique ou Tester tripropylique de 

25 

H0OC-CH2-CH(C0OH)C0OH. 

28. Composition selon Tune quelconque des revendications 1 a 18, dans laquelle A est un radical aliphatique sature 
30 en Cg, C3 ou C4 ; X est 1 ou 2 ; y est un entier de 0 a 4 ; z est un entier de 0 a 4 ; la somme y + z est de 2 a 4 ; et 

R et Ri sont ind§pendants Tun de Tautre et sont des radicaux alcoyle en C,, C2. C3 ou C4. 

29. Composition selon Tune quelconque des revendications 1^18, dans laquelle le plastifiant est un ester d'au moins: 
un des membres sulvants : 

35 

i) OH-CH2-(CHOH)j,-CH20H 
11) HCX)C-CH2-{CHOH)^-CH2COOH 
iti) HOOC-CH2-(C(COOH)OH)-CH2-COOH 
^ iv) HOOC-CH2-CH(COOH)OH 

V) C(CH20H)4 

SO 

vi) (HOCHgjaC-OCiCHgOHjg 



dans lesquels q et r sont. ind^pendamment Tun de Tautre, 1 , 2, 3 ou 4. 

55 

30. Composition selon la revendication pr6c6dente, dans laquelle le plastifiant est un ester carboxylique de mdthyle, 
d'^thyle, de propyle ou de butyle d'un membre choisi dans te groupe constitu^ de : 
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ii) HaDC-CH2-(CHOH)^-CH2COOH 

^ ill) HOOC-CH2-(C(COOH)OH)-CH2-COOH 

Iv) HCX)C-CH2-CH(COOH)OH. 

10 31. Composition selon la revendication pr6c6dente, dans laquelle le plastifiant est un ester carboxylique de tri6thyle 
ou de tributyle de : 

HOOC-CH2-(C(COOH)OH)-CH2-COOH. 

75 

32. Composition selon la revendication 31, dans laquelle le plastifiant repond ^ la formule : 

H5C2-OOC-CH2-(C(COOC2H5)OH)-CH2-COOC2H5 

20 

33. Composition selon la revendication 23, dans laquelle le plastifiant rSpond k la formule : 

HgC4-OOC-CH2-(C(COOC4H9)OH)-CH2)-COOC4Hg. 

25 

34. Composition selon Tune quelconque des revendications 1 § 16, dans laquelle le plastifiant est le diacetate ou le 
dipropionate de : 

HO-CH2-CHOH-CH5OH, 

30 d z 

OU le monoacetate-ester dimethylique ou le monoacetate-ester dipropylique ou le mono-propioniate-ester dipro- 
pylique de : 

^ HOOC-CH2-CH(COOH)OH. 

35. Composition selon la revendication 18, dans laquelle le plastifiant est choisi dans le groupe constitud du citrate 
de triacetyie. du citrate de triethyle-acetyle, du tri^thyleneglycol di (2-butyrate d'^thyle), de la dtac^tine, des mo- 

40 noglyc^rides ac^tylds, du citrate de tri^thyle, du succinate de di6thyle, du sdbacate de dimdthyte. de I'az^late de 

di-n-hexyle, de I'az^late de di-isooctyle. de TazSlate de di-(2-6thyIhexyle), de i'adipate de dicapryte et de melanges 
de ceux-ci. 

36. Composition selon la revendication 35, dans laquelle le plastifiant est le s^bacate de dim^thyle, le succinate de 
4S di^thyle, le citrate d'ac6tyltri6thyle ou des m6langes de ceux-ci. 

37. Composition selon Tune quelconque des revendications 34, 35 ou 36, dans laquelle le stabilisant thermique et 
I'agent de demoulage sont presents dans la composition dans des proportions qui sont respectivement d'environ 
0,01 ^ environ 5 % et d'environ 0,01 k environ 2 % en poids par rapport au constttuant ester d'amidon de la 

so composition. 

38. Composition selon I'une quelconque des revendications pr^cedentes, comprenant en outre un amidon naturel ou 
chimiquement modifi^ (non estSrifie) choisi parmi les amidons de pomme de terre. de riz, de manioc, de seigle, 
de pois. d'avoine, de froment et de bl6. 

55 

39. Composition selon Tune quelconque des revendications 1 d 38, lorsqu'elle est transform^e en articles. 

40. Articles selon la revendication 39, choisis dans le groupe constitud de bouteilles, de joncs, de feuilles. de films, 
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de matSriaux d'emballage, de tuyaux, de gobelets, de baguettes, de films stratifies, de sacs, de sachets, de cap- 
sules pharmaceutiques, de moules, de granules et de poudr^s. 

41. Proc6d6 de fabrication des articles selon la revendication 40, choisi dans le groups constitu6 du moulage par 
5 injection, du moulage par compression, de la transformation en film, du moulage par soufflage, du formage sous 

vide, du thermoformage, de I'extrusion. du moulage par extrusion, de la coextrusion, du moussage, de I'extruslon 
de profiles et de combinalsons de ceux-ci. 

42. Masse fondue k partir de laquelle est obtenue la composition selon I'une quelconque des revendtcations 1 ^ 41. 

10 
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